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ABSTRACTED-PUB-NO: FR 2508969A 
BASIC- ABSTRACT: 

A thermally insulating roller blind has an interlayer of open celled 

acrYlic 

foam between one cover of non- woven fabric and one cover of polyester 

film 

lined with aluminium on one or both faces. Esp. suitable for 
industrial 

applications, to reduce heat losses via windows. The blind may be 
reinforced 

by a layer of net between the polyester film and the foam core layer: 
the net 

pref . being of glass strands. 

Specifically claims such blinds where the relative density of the 
core layer is 

0.05-0.15, pref. about 0.08 and the non-woven cover is made of hollow 
polyester 

fibres (RTM - "Holof ibres" ) rated at 3.3 and/or 6.7 dtex to a 
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gratnmage of 

60-300, pref. 140-200 g/sq.m. 

The polyester film is 0.8-30, pref. 16-20 microns thick, may be 
covered with 

aluminium either by coating or by lamination to foil. 

The layers may be prefabricated and laminated by calendering, or may 
be 

assembled using the foam layer prior to drying. Example bliijds are 3 

mm thick 

overall, weighed 340 g/sq. m, had tensile strengths of 4-8 kg/cm, 
extensibility to break of 3-4% and a thermal conductivity of 0.22- 
0.38 sq. m. 

deg. C/W, depending on the method of test. 
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